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BACKGROUND OF THE INVENTION 

1. Field of the Invention 

5 The present invention relates to functionallzed polymers and, more particularly, to polyurethanes, polyes- 

ters and polycarbonates derived from polyols which include both terminal and nonterminal hydroxy! groups. 

2. Related Art 

It is well known in the art to convert olefins to aldehydes having one additional carbon atom by contacting 
a C2 to C20 monoolefin or a 0$ to C5000 nonconjugated pdyolefin with hydrogen and carbon monoxide in the 
presence of a catalyst based on cobalt or rhodium metal. See, for example, U. S. Patent 4,871,878. 

It Is also known, as disclosed In U. S. 3,383,426, to hydrofonnylate polymers utilizing hydrocarbon-soluble 
phosphine and phosphite catalyst complexes which include a Group VIII transition metal and at least one llgand 
consisting of a cartion monoxide molecule. 

It is also known in the art to prepare polyurethane block polymers by condensing dilsocyanates with polyols 
which have -CH2OH terminal groups attached to the polymer by way of initiator-transfer agents through dehyd- 
rochloration, hydroboration and oxidation steps. Thus, this process involves creating additional unsaturation 
in the polymer to be fu notional ized rather than taking advantage of existing unsaturation. See, for example, J. 
P. Kennedy, Chemtech, Nov., 694 (1986). 

Polyols which are presently utilized in the industry to prepare polyurethanes, polycarbonates and 
polyethers are predominantly polyether and polyester polyols. Such polyols are generated by ethylene oxide 
and propylene oxide oligomerization reactions, typically utilizing adlpic add. Such polyols therefore contain only 
tenminal hydroxy] groups. None of the polyols presently utilized to prepare polyurethanes have nontemilnal - 
CM2OH groups and therefore have limited functional density. 

SUMMARY OF THE INVENTION 

The present invention is directed to functionallzed polymers characterized by having nonterminal functional 
groups. As a result, the polymers of the present invention manifest signrficantiy increased stress-strain proper- 
ties when compared to the prior art polymers. 

The present invention is also directed to a method for preparing polyurethanes, polycarbonates and polyes- 
ters from reduced aldehyde-functional Ized polymers. The aldehyde functionallzed polymers are prepared tak- 
ing advantage of unsaturatton already existing in the polymer, i.e., beginning with an otefinic polymer. Such 
aldehyde-functlonalized polymers preferably are prepared by a process comprising mixing an olefinic polymer 
with hydrogen and carbon monoxide in the presence of a Rhodium I catalyst. Preferably, the olefinic polymer 
has a weight average molecular weight (Mw) of at least 100 and is selected from the group consisting of olefinic 
homopolymers and copolymers, and copolymers of olefins and at least one copolymerizable nonoteftnic mono- 
mer. 

The Rhodium I catalysts suitable for use in the present invention are utilized at levels of less than 200 parts 
of catalyst based on metal rhodium per 10^ parts of polymer. Thus, the present process can be conducted 
economically, i.e., at low catalyst cost, and at relatively mild conditions. 

The resulting aldehyde-functlonalized polymers are then reduced to produce the corresponding polyd 
characterized by having, per polyn^er molecule, at least one repeat unit of the formula: 

-CHCH- 

I I 
A B 

I 

CHjOH 

wherein A is absent, i.e., where the -CH2OH group is directiy attached to the polymer backbone derived from 
an unsaturated portion thereof, or represents a radical derived from a pendant unsaturated hydrocarbon portion 
of a monomer of the polymer molecule which pendant portion has from 1 to about 8 carbon atoms; and B rep- 
66 resents hydrogen or, together with A represents a radical derived from a pendant portion of an unsaturated 
nnonocycllc, bicyclic or tricyclic hydrocarbon monomer of the polymer molecule and having from about 5 to about 
22 carbon atoms. Preferably, A represents a radical derived from a pendant unsaturated portk>n of a butadiene 
radical or together with B represents a radical derived from dicyclopentadlene, 6-isopropytldene-2-norbomene, 
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or 5-ethylidenenorborene. The polyol is then reacted with 1) a diisocyanate to produce the corresponding 
polyurethane; 2) a disubstituted carbonate to produce the corresponding polycartK>nate; or 3) a dicarboxyfic 
acid or derivative thereof to produce the corresponding poiyester. 

6 DETAILED DESCRiPTiON OF THE iNVENTION 

As utilized herein, the term "nonterminal" refers to a portion of the polymer bacl<t>one other than the terminal 
ends, for example, where a -CH2OH group is attached to the polymer backbone at a point within the terminal 
ends thereof or where a -CH2OH group is attached to a radical derived from a pendant unsaturated monomer 
10 portion of the polymer molecule within the terminal ends thereof. 

A. Hydrofonmylation 

In accordance with the present invention, the polyurethanes and polycarbonates of the present invention 
15 are prepared from aldehyde-fijnctionalized polymers which include both temriinal and nonterminal aldehyde 
groups. These aldehyde-functionallzed polymers are prepared taking advantage of unsaturation already exist- 
ing in the polymer. 

A prefenred method for preparing aldehyde-functk>nalized polymers useful in preparing the polyol-derived 
functional polymers of the present invention comprises mbcing an olefinic polymer having a weight average 

20 molecular weight of at least about 1 000 with less than 20 parts of a ligand-modifted Rhodium I catalyst per 1 0® 
parts polymer, and then reacting the resulting mbcture with hydrogen and carbon monoxide at a temperature 
of from about 50-1 50^*0, preferably, 80-130*'C, such as at 100°C, and a total pressure of from 100 psig - 2000 
psig, preferably, 500-1500 psig, such as 1000 psig. Another method for preparing aldehyde-functionallzed 
polymers which include terminal and nonterminal functional groups is disclosed in U.S. 3.383,426 and involves 

25 hydroformylating a polymer utilizing carbon monoxkJe and hydrogen in the presence of a phosphine or phos- 
phite catalyst. 

Olefinic polymers useful in the process of the present invention are those prepared from monomers rep- 
resented by the formula CH2'=CHR wherein R represents hydrogen and alkyi radicals having from 1 to about 
12 carbon atoms which aikyl radicals may be unsaturated, e.g., where the monomer is a diene. Examples of 

30 such monomers include ethylene, propylene, 1-butene, 1-pentene, 1-hexene, 2-methyi-1-propene, 3-melhyl- 
1-pentene, 4-methyI-1-pentene, 3,3-dimethyl-1-butene, 2,4,4-trimethyl-1-pentene, 3-methyl-1-hexene, 1,4-et- 
hyi-1-hexene, 1 ,4-butadiene and the like. 

Preferred polyol eflns include homopolymers such as polyethylene, polypropylene, polybutylene, 
polybutadiene, |x>Iyoctene; copolymers of olefins such as poly(ethylene propylene), poly(ethylene octene), 

35 poly(ethylene isobutylene), poly(ethytene-l-butene), poly(6thylene-hexene), poly(propylene octene); copolynv 
ers of olefins and at least one copoiymerizabte monoolefinic monomer such as poly(ethylene propylene diene 
nrranomer), poiy(ethylene vinyl acetate), poly(ethylene vinyl alcohol), poly(ethylene ethyl acrylate), 
poly(propylene methyl acrylate), copolymers of dienes and acrylonitrile such as a copolymer of butadiene and 
acrylonitrfle; and the like. 

40 Especially preferred polyolefins include honrK>polymers of ethylene, propylene and butadiene; copolymers 

of ethylene and propylene; copolymers of ethylene and octene, e.g., linear low density polyethylene; copolym- 
ers of ethylene and vinyl acetate; copolymers of ethyl and vinyl alcohol which may also contain residual acetate 
groups; and copolymers of two or more olefins and a diene monomer such as poIy(ethylene propylene diene 
monomer) EPDM. Satisfactory diene monomers Include straight chain (acyclic) dienes such as 1,4-hexadiene, 

45 2-m6thyl-2,4-pentadiene, 1 ,4,9 decatriene and 1 1-ethyl-1 ,1 l^trldecadiene; monocyclic dienes such as 1 ,5-cyc- 
looctadiene, dienes such as 5-ethylidenenorbomene (ENB), 5-methylene-2-norbornene; 5-i&opropylidene-2- 
norbornene and 2-methyI-bicydo-(2.2.1)-2,5-heptadiene; fused ring bicydics such as bicycio (4.3.0)- 
3,7-nonadiene; 6-methyl-bicyclo(4.3.0)-3-7-nonadiene; 5,6-dimethyi-bicydo-(4.3.0)-3,7-nonadiene and bicy- 
clo{3.2.0)-2,6-heptadiene; alkenyl substituted monocydics such as 4-vinyl-cydohexene; 1,2-drvinylcyc^ 

so lobutane and 1,2,4-trivinyicydohexane; and tricyclics such as dicyclopentadiene (DCPD). Grades of EPDM 
rubbers suitable for use in the practice of the invention are commercially available; Rubber World Blue Book 
1975 Edition, Materials and Compounding Ingredients for Rubber, pages 406-410. Prefenred EPDM rubbers 
are those marketed by Uniroyal Chemical Company, Inc., Mlddlebury, CT underthe tradename Triiene®, such 
as Trilene® 66 and 67 (ENB diene monomers), Trilene® 55 and 65 (DCPD diene monomer) and the like. Other 

65 preferred EPDM rubbers indude those wherein the diene mononr^er is 5-isopropylidene-2-norbornene. Although 
not specifically required, the ethylene to propylene ratio In such EPDM rubbers is preferably within a range of 
from about 40/60 to about 50/50. 

In order to undergo the hydroformylation reactk>n the polyolefin used in the present invention must contain 

3 
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a level of unsaturation, i.e., as carbon to carbon double bond, which is the site where the syngas will form the 
aldehyde (-CHO) group. This unsaturation can be present in the backbone of the polymer or in a pendant group 
thereof, e.g., as In EPDM nrtaterlals. Preferably the level of unsaturation in the polyoleftn will be in the range of 
from one C=C per polymer chain (or molecule) up to about one C=C per 4 carbon atoms. Procedures for deter- 

5 mining the level of unsaturation of polynriers are well known. For example, the level of unsaturation can be deter- 
mined utilizing ASTM D-1638-59T. The level of unsaturation can also be determined utDizIng Infrared 
spectroscopy or nmr. This method can be conducted acconding to well-known procedures as described in 
\/Villard et al, instrumental Methods of Analysis, Chapters 6 and 6, Van Nostrand Co., Inc., Publishers (1965). 
Alternatively, well-known titration methods can also be utilized. A preferred method for determining unsaturation 

10 levels is nmr. 

Suitable olefinic polymers have a weight average nrwiecular weight (Mw) of from about 1000 to about 
250,000. Preferred olefinic polymers are those having a Mw of from 600 to about 150,000, most preferably from 
900 to about 7,000. 

The olefinic polymer is mbced with carbon monoxide and hydrogen, with the polymer in the melt phase or 

16 dissolved in an inert solvent Where no solvent is utilized, the polymer Is heated to the Tg value corresponding 
to the specific polymer and then the carbon monoxide and hydrogen are added thereto and mixed. Where an 
inert solvent is utilized, the polymer is dissolved in the solvent and then the carbon monoxide and hydrogen 
are added and mbced. Suitable inert solvents for dissolving the polymer include toluene. 

The hydrogen and carbon monoxide are mixed with the polymer in a H2/CO molar ratio of from about 1:3 

20 to about 3:1. preferably from about 1 :2 to about 2:1. A most preferred ratio is 1:1 . Throughout the course of the 
reaction, the presence of H2 and CO is preferably essentially maintained at the initial molar ratk>. 

Following addition of carbon nnonoxide and hydrogen, a suitable catalyst is added to the mbcture. Alterna- 
tively, the catalyst can be mixed with the polymer prior to addition of the hydrogen and carbon nranoxlde. Suit- 
able catalysts for hydroformylating the olefinic polymer include dicarbonyl acetyl acetonate Rhodium I 

25 (Rh(CO)2AcAc), cyclooctadiene trifluoracetyl Rhodium I dimer <t{Rh(cod){02CCF3)])2, RhH(CO)(PPh3)3. A pre- 
ferred catalyst is Rh(CO)2AcAc. 

The components of the mixture are then reacted, at a temperature of from about 50°C to about 225''C and 
at a pressure greater than about 2.0 MPa, to produce the aldehyde-functionalized polymers. 

In the following examples, the EPDM and polybutadiene polymers utilized were purchased. The rhodium 

30 hydroformylation catalysts were either purchased or prepared according to known literature procedures. Thus, 
Rh(CO)2 (acetylacetonate) and RhH(CO)(PPh3) were purchased from Strem Chemicals. Inc., Newburyport, MA 
01950. [Rh(cod)(02CCF3)] was synthesized according to the following procedure. [Rh(1,5-cycIooctadiene)Cll2 
(made from RhCL3-3H20 [Englehard Industries, Inc.. Newark, NJ] using the preparation described by G. Gior- 
dano and R. H. Crabtree found in Inorg. Synth. , Vol. 19, 218-220) (0.370gm, 0.751 mmol) was placed In a 

35 Schlenk tube under Ar atmosphere and dissolved in 25 mL of degassed, dry toluene. Ag02CCF3 (0.376gm, 
2.3 equiv.) was added to the bright yellow solution and allowed to stir for 2 hours. The solution was then filtered 
through diaton^ceous earth to give a dear, bright yellow solution. The toluene solvent was then removed in 
vacuo. The yellow solids were then recrystallized by dissolving in 5 mL of CH2CI2 and then adding 5 mL of 
hexanes. The CH2CI2 was renrioved in vacuo and the remaining hexane solution was cooled to -78'*C in a dry 

40 ice/acetone bath to yield a fine yellow powder of the desired product The bright yellow solid was isolated by 
filtration and dried in vacuo. The product was then recrystallized a second time by dissolving in CH2CI2 and 
crystallizing from hexanes as before. The product was then characterized by nmr and FTIR. Likewise, the 
ruthenium hydrogenation catalysts were either purchased or prepared according to known literature proced- 
ures. Thus, RuHCI(CO)(P(C6H 11)3)2 was prepared according to the procedure set forth in Moers et al, Recuell . 

46 91 , 591-600 (1972). RuCl2(CO)2(PPh3)2 was purchased from Strem Chemicals. 

Example 1 

Solution Hydroformyiation 

so 

In this method a 2-liter autoclave was charged with a specified amount of EPDM polymer (Nordel 1440 
EPDM Hydrocarbon purchased from E. I. duPont de Nemours; diene monomer, 1,4-hexadiene; Mw of 290,000; 
Mooney viscosity of 40; 0.86 specific gravity; 55/39/6.2 Ethylene/Propylene/Diene Monomer weight percent) 
in solution in toluene and an effective amount of a soluble, ligand-modtfied metal complex catalyst The auto- 
65 clave was pressurized to 1500 psig with CO/H2 and heated to 100**C. The reaction was continued while main- 
taining a flow of CO/H2 to the system to maintain a CO/H2 molar ratio of about 1:1 and maintain a constant 
autoclave pressure. 

After specified periods of time, the reaction was stopped by venting off the gas and cooling the solution to 

4 
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28*0. A representative portion of the reaction solution was rennoved and the polyn^r contained therein preci- 
pitated with methanol. The polymer was then analyzed by IRand NMRfor aldehyde functional groups. The 
runs were continued by again pressurizing the autoclave to 1500 psig with CO/H2 and heating to lOO^'C for 
additional intervals. 

s in Example 1, a 10 ppm level of dlcarbonyl acetylacetonate Rhodium I was used to hydroformylate an 

EPDM polynner in solution. 

The autoclave was charged with: 

- 10 gran^'of EPDM polymer dissolved in 120cc toluene, and, 

- 0.1 mg of Rh(CO)2AcAc 

10 and the solution processed in accordance with the procedure set forth above. The reaction was interrupted at 
4.5, 12.0 and 20.0 hours and representative samples analyzed by IR and NMR. The results are tabulated 
in Table 1. 
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Example 1 demonstrates that successful solution hydrofonmylation of an EPDM polymer occurs at catalytic 
levels as low as 10ppm. 

Example 2 

6 

A toluene solution of EPDM (Ethylene-Propylene-Dlene Monomer) polymer was made by dissolving 
300.05gm of EPDM polymer (Trilene® 55 obtained from Uniroyal Chemical Co., Middlebury. CT; 
Ethylene/propylene 48/52; diene monomer-dicydopentadiene; Mu-6500, and Brookfield viscosity @ 100**C of 
67,000) in SOOmL of toluene and then degassing the solution by bubbling with argon. In a separate flask, Rh- 

10 (acac)(CO)2 (75.3mg, 0292 mmol)(acac = acetylacetonate) was dissolved in 1 0OmL of toluene and the solution 
was degassed by bubbling with argon. Both solutions were placed in a 2L reactor. The solutions were degassed 
with nitrogen three times in the reactor and then heated to 100*'C under 5 psig of nitrogen. The reactor was 
then charged to 1 000 psig with 1:1 H2/CO. The extent of reaction was measured by gas uptake from a calibrated 
reservoir. In this way the amount of aldehyde groups placed on the polyr>er backbone could be measured and 

15 controlled. At the desired functionality level, the reaction was stopped by quickly cooling the reactor and venting 
the H2/CO gas from the reactor. The polymer solution was then removed from the reactor. The amount of toluene 
solvent was reduced by rotary evaporation and the hydroformylated polymer was precipitated from the toluene 
solution by slow addition of methanol (SOOmL) with stirring. The solvents were then decanted and the polymer 
redissolved with SOOmL of toluene and precipitated again with SOOmL of methanol. After decanting the solvents, 

20 residual methanol was removed from the polymer by rotary evaporation leaving a lig ht amber toluene solution 
of purified polyaldehyde. The extent of functional ization could be determined by comparing the integrals for 
the aldehyde groups and the residual olefin groups on the polymer in the nmr. 

Example 3 

25 

The EPDM{53.5gm) utilized in Example 2 was dissolved In 90 mL of toluene was placed In a 300mL stain- 
less steel reactor. A solution comprised of Rh(acac)(CO)2(5.7mg, 22.09|imol) and RuCl2(CO)2(PPh3)2 (50.7mg, 
67.37|imol) dissolved in 20mL of toluene was added to the reactor. The reactor was degassed three times with 
nitrogen and then heated to 1S0*C under 5 psig of nitrogen. The reactor was then charged with 1000 psig of 
30 1:1 H2/CO. Gas uptake vras measured from a calibrated reservoir. After 19.5 hours the reaction was stopped 
by cooling the reactor and venting the H2/CO gas. The reaction mixture was removed from the reactor and 
nmr revealed that 35.3 percent of the starting olefin groups had reacted to form aldehyde groups and 15.5 per- 
cent of the starting olefin had reacted to fonm alcohol groups. 49 percent of the starting olefin was unreacted. 

35 Example 4 

EPDM-Polyaldehyde was produced using [Rh(cod)(02CCF3)l2(cod = 1 ,S-cyclooctadiene) as the hydrofbr- 
mylation catalyst The same procedure described in Example 1 was used except that [Rh(cod)(02CCF3)]2 was 
substituted for Rh(acac)CO)2. When the same molar concentration of catalyst was used (based on Rh). 
4C [Rh(cod)(02CCF3)]2 was found to be just as effective a catalyst for hydrofonmylation as Rh(acac)(GO)2. 

EXAMPLES 5 TO 15 

In Examples 5 to 15, hydrofomnylation of an EPDM polymer (Nordell 1440, described in Example 1) was 
45 performed according to the procedure set forth below under conditions which simulate the polymer In a meit 
phase. This procedure was performed utilizing dicarbonyl acetylacetonate Rhodium (I) and various levels of 
hydrocarbonyl tris(tri phenyl phosphine) Rhodium (I). 

Simulated Melt Phase Hydroformylation 

50 

in this method a stated amount of an EPDM (Nordell 1440) polymer and an effective amount of a specified 
catalyst were dissolved in toluene in a dry box. The solution was mixed well and the toluene removed by 
vacuum. A sample of the EPDM/catalyst was placed in a 30 cc Parr reactor in the dry box. The reactor was 
then heated to the stated temperature (150°C to 215°C) under a CO/H2 pressure of 1000 psig. The reaction 
55 was continued while maintaining a flow of CO/H2 to the system to maintain a CO/H2 molar ratio of about 1:1 
and a reactor pressure of about 1500 psig. Sannples were removed at specified Intervals and analyzed by IR 
and H NMR for aldehyde functk>nal groups. The reaction conditions and results are set forth in Table 2. 

7 



09/28/1999. 10:35:42 Seite -7- 



EP 0 502 839 A2 



10 



20 



O 



40 



10 

o 



9* a 

s s 

4-1 



O • 4 01 

o tH a 

£ ^ <H B 

a Id o -H 



D «> 



^ o 



1^ ji< 

B « 

^ 9. 

O « Pi 

O ^ TJ 
-I 

« o u 



•s. 

0) 

•o o 



0) 











o 


o 




a 


o 




o 


o 


83 




iH 
















o 


O 




m 


in 




1-1 


rH 


« 






u 












o 






o 


o 


o 



o 
o 



o 
o 



o 

IT) 



o 
o 
o 



o 
in 



o 



o 
o 



o 

rH 
O 



ec a 

w Pi 



in 

rH 



I- 



(tf o 

(BO** 

*0 Q 0 

0) 

•O O ^ ^ 

*^ ro O) <a 

« r* >» 

^ 1-4 

« Id 

^ 4J JJ ^ 

O cd Id Id 

« " 

_ « Id o 

oC o a ji 

M Qi Pi 4J 



o 

O 
O 



O 

in 



a* 



o 
o 



o 
o 
o 



in 

CM 



Q* 

CU 
o 



o 
o 



o 
o 



o 
o 
o 



o 
in 



o 
1-1 



o 
o 



o 
1H 

o 



^ o 



65 



8 



09/28/1999 10:35:42 Seite -8- 



EP 0 502 839 A2 



10 



16 



20 



a> 
c 

-H 

c 

8 



30 



36 



46 



50 



-Si 







IM &* 


o 


X -r-t 


o 




o 














g o 


O 




in 














o 




c 




o 




u 

















» - 

o c 

_ O 



» O 

O in 

x: 

a * * 

E3 o -4 

S Q. • 

s a o 



qi g ' 

o G G 

B < < 

c ^ o o 

Q) TJ ^ 

-< 'O >. o 



& 



n o 



m 0) 

II- 



o IV 
tH id 



o 
in 



a o * 

^ TJ CM 

_ >i m 

JS £ 



•H U iH C7V 



■0 l« 

b O 

« a • 

» « 
2 

^ jS 

■ O tH 

« -H ^ 

M 4 « 



a « s o i I 

IE O « O O ^ 

» r4 +t ■ M O 

0) 

o • 

(0 O 



S 8. 



O 

o 

o 



o 
m 



04 



o 
o 

O 



in 



Q4 

O 
O 



o 
o 
o 



o 
o 



o 

CO 

o 



o 
o 
o 



I 

o 



o 
o 
o 
o 



o 
o 



o 
o 
o 



o 
o 



e 

CL 



o 
o 



o 
o 



o 

COM 

IH 

•H O ^ 
tl 4J Q 

^ 01 a 

w o 
a 10 o 
*» 

u M 

4J >« 4i 

a> >t 
>i o ^ 
c < « 

3 g " 

u ia 
o u o 

•Sue 
>i o 
J3 "O 

.. - 

< m u 

-p 

4i 4J e 
a a « 

—1 ^ c 
fl « o 

a a ^ 



66 



09/28/1999 . 10:35:42 Seite -9- 



EP 0 502 839 A2 



Examples 5 and 6 demonstrate that the presence of a catalyst is needed to initiate the hydroformylation 
reaction, increased temperatures and extended reaction times do not result in the production of aldehyde- 
functional ized EPDIV1 polymers in the absence of an appropriate catalyst. 

Examples 7 through 9 show the successful hydrofomiylatlon of EPDM utilizing a 10 pphi level of hydrocar- 
5 bonyf tris(triphenyt phosphlne) Rhodium (I). Higher temperatures result in lower reaction times. 

Example 10 demonstrates the successful hydrofonmylation of EPDM utOizing a 10 pph level of dicarbonyl 
acetylacetonate Rhodium (1). 

Examples 11 through 15 show the hydroformylation of EPDM utfltzing levels of catalyst as low as 10 ppm. 
Example 14, in particular, demonstrates the hydroformylation of EPDM containing 10 ppm of hydrocarbonyl 
10 tris(triphenyl phosphine) Rhodium I at 200^ and 1000 psig (CO/H2 1:1) in the absence of solvent 

Example 16 

A toluene solution of polybutadlene polymer (Aldrich Chemicals cat no. 20050-6; Mn 4500, 45% vinyl. 55% 
15 cis and trans- 1,4) was made by dissolving 350.70gm of polybutadlene in 600mL of toluene and then degassing 
the solution by bubbling with argon. In a separate flask, Rh(acac)(CO)2 {27.0mg, O.IOSmmol) 
(acac=acetyIacetonate) was dissolved in lOOmL of toluene and the solution was degassed by bubbling with 
argon. Both solutions were placed in a 2L reactor, the solutions were degassed with nitrogen three times in 
the reactor and then heated to 100**C under 5 psig of nitrogen. The reactor was then charged to 1000 psig with 
20 1:1 H2/CO. The extent of reaction was measured by gas uptai^e firom a calibrated reservoir, in this way the 
amount of aldehyde groups placed on the polymer backbone could be measured and controlled. At the desired 
functionality level, the reaction was stopped by quickly cooling the reactor and venting the Hj/CO gas from the 
reactor. The polymer solution was then removed from the reactor. The amount of toluene solvent was reduced 
by rotary evaporation and the hydroformylated polymer was precipitated from the toluene solution by slow addi- 
26 tion of methanol (500mL) with stirring. The solvents were then decanted and the polymer redlssoh/ed with 
500m t of toluene and precipitated again with 500m L of methanol. After decanting the solvents, residual 
methanol was removed from the polymer by rotary evaporation leaving a light amber toluene solution of purified 
polyaldehyde. The extent of functional ization could be determined by comparing the integrals for the aldehyde 
groups and the residual olefin groups on the polymer in the NMR. 

30 

B. Polyol Preparation 

The resulting aldehyde-containing polymers are freed of catalyst by precipitating the polymer from a non- 
polar solvent, e.g., toluene, utilizing a polar solvent e.g., methanol. The aldehyde functionalities are then 

35 reduced to the corresponding hydroxyl groups utilizing any one of several known suitable reducing agents such 
as, for example, sodium borohydride and the like. Alternatively, the aldehyde functionalities can be reduced 
utilizing hydrogen gas and a suitable hydrogenation catalyst, e.g., a ruthenium phosphine catalyst Suitable 
hydrogenation catalysts include RuCi2(CO)2(PPh3)2 and RuHCI(CO) (P(C6H 11)3)2. 

Following removal of the hydroformylation catalyst and conversion of the aldehyde groups to the corre- 

40 Spending hydroxy! group, the resulting polyols are condensed with 1) an appn^priate diisocyanate to produce 
the conresponding polyurethane; 2) with an appropriate disubstituted carbonate to produce the corresponding 
polycarbonate; or 3) with an appropriate dicarlx)xylic acid, or derivative thereof, e.g., the corresponding ackJ 
chloride thereof, to produce the corresponding polyester. 

45 Example 17 

A toluene solution of the polyaldehyde of Example 2 was reduced in volume on a rotary evaporator and 
then placed in a silylated 4L glass beaker. SOOmL of tetrahydrofuran and 60mL of ethanol were added to the 
solution. For 0.153mol of aldehyde groups present in the polymer solution, 2.17gm (1.5eq., 0.0574mol) of 

50 NaBH4 were added slowly to the polymer solution. NaBH4 allowed to react for 18 hours to ensure complete 
reaction. The reaction was then quenched with 70mL of 1.2M HCl in MeOH. This was allowed to stir for 30 
minutes and then the polymer was precipitated with 350mL of MeOH. The solvents were decanted and 250mL 
of tetrahydrofuran was added to redissolve the polymer. An additional lOmLof 1.2M HCl In MeOH were added 
to the solution to quench any remaining NaBH4. The polymer was then precipitated with 350mL of MeOH and 

55 the solvents were decanted. The polymer was then poured Into a container made from teflon coated foil and 
dried In a vacuum oven at 40°C for 24 hours. The extent of flinctionalization could be determined by comparing 
the integrals for the alcohol groups and the residual olefin groups on the polymer in the ^H nmr. 

10 
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Example 18 

EPDM-Polyaldehyde was prepared in the same manner as described in Exampie 2 on a 50gm scale in a 
300mL reactor. Upon reaching the desired functionality level, the hydroformylatlon reaction was stopped by 

5 cooling the reactor and venting the H2/CO. The reactor was then degassed with nitrogen three times. 
RuHa(CO) (P(C6Hii)3)2 (25mg, 0.0344mmol) dissolved in 10mL of toluene was then injected into the reactor 
by syringe. The reactor was then heated to ISO^C under 5 psig of nitrogen. The reactor was then charged to 
1000 psig with H2 gas and allowed to react. Gas uptake was monitored from a calibrated reservoir. The reaction 
was stopped after two hours by cooling the reactor and venting the H2 gas. ''H nmr revealed that 91 .6 percent 

10 of the aldehyde groups had been reduced to alcohol groups and the residual olefin, that had not been hyd- 
roformytated* was untouched by the Ru catalyst 

Example 19 

16 EPDM-Polyaldehyde was prepared In the same manner as described in Example 2. A lOOmL stainless 

steel reactor was charged with 5gm of EPDM-Polyaldehyde and approximately 45mL of toluene. The reactor 
was also charged with RuCl2(CO)2(PPh3)2(2.2mg, 2.92funol). The reactor was then flushed with argon three 
times. The solution was then heated to ISO^'C under lOpsig of argon. The reactor was charged to 300 psig with 
hydrogen and allowed to react. After 4.5 hours the reaction was stopped by cooling the reactor and venting 

20 the hydrogen gas. The reaction mixture was removed and nmr revealed that 57 percent of the original 
aldehyde groups had been reduced to alcohol groups. The functionality on the material consisted of 35.8% 
alcohol groups, 62.4% aldehyde groups, and 1.8% residual olefin groups. 

Example 20 

25 

The orange-amber, toluene solution of poly butadiene aldehyde of Example 16 was concentrated by rotary 
evaporation and placed in a 2L beaker. To the polymer solution, 500mL of tetrahydrofuran and 70mL of ethanol 
were added. NaBH4 (3.2gm, 0.0846 mol, 1 .45 equiv.) was added to the solution in portions. The solution 
immediately went from orange to bright yellow in color. The solution was left to stir overnight (18hrs). The reac- 

30 tion was 'then quenched by bringing the solution to acidity with 70mL of 1M HCI in ethanol. The polymer was 
then precipitated from solution with SOOmL of methanol. After decanting the solvents, the polymer was redis- 
solved with 500mL of tetrahydrofuran. The polymer solutton was then reacid ified with 1 0mL of 1 M HCI in ethanol 
and the polymer was precipitated with SOOmL of methanol. After the solvents were decanted the polymer was 
redissolved in SOOmL of toluene and residual methanol was removed by rotary evaporation. To further remove 

36 salts, the polymer solution was centrifuged and the polymer solution was decanted from the salts. The polymer 
was then precipitated from solution with 500mL of methanol and solvents were decanted off. The renrwiinder 
of the solvents were removed in vacuo to yield the neat material. 

C. Polyurethane Preparation 

40 

The polyurethanes of the present invention are prepared through stepwise polymerization (or step-reaction 
polymerization) to produce condensation polymers. The reaction can be represented by the following scheme: 
XHOROH + YOCNR'CNO [0R0C(0)NHR'NHC(0)l2 
Prefenred polyols for use in preparing polyurethanes of the present invention are the products of hydrofor- 
45 mylated and reduced pdybutadiene and EPDM materials whbh materials, prior to hydroformyiation, have a 
weight average molecular weight (Mw) of from about 600 to about 250,000. 

Suitable diisocyanates include 2.4-toluenediisocyanate, 4,4'-benzidenediisocyanate, 1,5-naphthalene diiso- 
cyanate, diphenylmethane-diisocyanate and 4,4'-nf>ethylene bis(cyclohexyiisocyanate). Preferred diisocyan- 
ates are diphenylmethane dlisocyanate and 4,4'-methytene bis (cydohexylisocyanate) both of which are com- 
50 nnercially available from MoBay Chemical Company. Houston, Texas. The most prefen-ed dlisocyanate is 
4,4' -methylene bts(cyclohexyl isocyanate). 

The stepwise polymerization is conducted at a suitable temperature in an inert solvent and in the presence 
of a suitable catalyst A preferred solvent is rrv-xylene. Suitable polymertzatk>n catalysts are well known In the 
art e.g., dialkyltin dicarboxylates. A preferred catalyst Is dlbutyltin dilaurate which Is commercially available 
65 from Alfa Products, Danvers, MA 01923. 

A suitable temperature can range from about 25°C to about 1 50°C, preferably from about 50°C to about 100^C. 
A most preferred temperature is 80**C. 

Depending on the particular application of the polyurethane to be prepared, certain additives and auxiliary 

11 
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materials may be utilized. For example, flame retardant additives* antiaging additives, pigments, fillers and the 
like may be utilized to provide the polyurethanes with additional desired characteristics. In addition, cross-link- 
ing agents and/or chain extenders may be utilized to influence the end properties of the polyurethane, In par- 
ticular the hard segment^soft segment relation. For example, to prepare elastomeric polyurethanes for use In 
film applications, a chain extender such as 1 ,4-butanediol can be utilized. For examples of suitable additives 
and auxiliary agents, see generally, Polyurethane Handbook, Ed. G. Oertel, Hamser Publishers, New York, dis- 
tributed by Macmillan Publishing Company, New York, which Is incorporated herein by reference. 

Example 21 



Polyurethane films were prepared, according to the following procedure, and the stress-strain and hardness 
properties were determined. Polyols were prepared according to the procedure of Example 17. Polyol A had 
an equivalent weight of 1351 and Fn of 3.7. Fn as utilized herein refers to the number average functionality 
and is detemnlned, according to ASTM E-222-73 Method B (reflux method), by acetylating the polyol utilizing 

15 a solution of acetic anhydride and perchloric acid in 1,2-dichloroethane. The number average functionality can 
also be detemiined utilizing ASTM-E-222-73 Method C. Polyols B, C, D and E had equivalent weights of 2000. 
1000, 1667 and 1282, respectively, and an Fn of 2.5, 5.0, 3.0 and 3.9, respectively. The 1,4-butanediol was 
obtained from GAF Corporation and was dried over 4A molecular sieves. The 4,4'-methylene bis(cyclohexyl- 
isocyanate) was obtained from Mobay Chemical Co. (sold as DesmodurW) and was used as received. The 

20 isocyanate number was determined by the di-n-butyl amine method (ASTM D-1 638-74). 

In each case, the quantities of components are listed in Table 3. The indicated amount of the isocyanate 
was dissolved in 50 ml of m-xylene 24 hours prior to use. This solution was added to a solution of the indicated 
amounts of polyol, 1,4-butanediol and dibutyltin dllaurate in 50 ml of m-xylene. (The dibutyltin dflaurate catalyst 
was added to the polyol/butanedlol solution after complete dissolution of the polyol and butanediol.) The 

25 polyol/isocyanate solution was then vigorously mbced at room temperature for about one minute. The solution 
was then poured into a teflon lined pan with dimensions 6.5 x 3.9 x .04 inches and placed in a vacuum oven 
at SO^C for 16 hours. The samples were then removed from the vacuum oven and placed into a standard oven 
at 95**C for 10-12 hours. The ttiickness of the film varied from about 0.01 to about 0.025 inches, depending on 
the percent solids of the polymer solution. The chemical structure of the films was studied by IR spectroscopy. 

30 In all cases, a strong carbonyl urethane group absorption at 1720 cnrr^ was observed. The isocyanate adsorp- 
tion at 2270 cnr^ was not observed or was very weak, indicating that there was an essentially complete reaction. 
The stress-strain properties were measured according to ASTM D-410 (utilizing a Universal Instron Tester) and 
the hardness (Shore A) was measured according to ASTM D-2240. Results are reported in Table 3. 
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Comparative Example 

Following the procedure set forth in Example 20, polyurethane films were prepared from commercially avail- 
able polyols and the stress-strain and hardness properties were determined. In each case, the quantities of 
5 components are listed in Table 4. The chemical structure of the films and the stress-strain and hardness proper- 
ties were determined as in Example 20. 
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Example 22 

Polyurethane films were prepared, according to the procedure of Example 21, and the stress-strain and 
hardness properties were detenmined. The polyois were prepared according to the procedure of Example 20. 
Poiyol J had an equivalent weight of 1496 and Fn of 1.6. Polyoi K had an equivalent weight of 566 and Fn of 
4.2. In each case, the quantities of components are listed In Table 5 along with the stress-strain and hardness 
properties. 
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D. Polycarbonate Preparation 

Polycarbonates can be prepared by reacting, In a suitable solvent the above-described polyols with a dls- 
ubstituted carbonate, e.g., diphenyl carbonate, in the presence of a suitable catalyst, e.g., dlbutyltin dilaurate. 

5 The reaction is conducted at a temperature of from about 1 00°C to about 250*'C, preferably at a temperature 
of from about IQC'C to about 230<'C. Suitable solvents include toluene, benzene, meta-xylene, chloroform, or- 
tho-drchiorobenzene, chloroform, heptane, tetrahydrofuran and the Wke. Suitable catalysts include dialkyltin 
dicarboxylates. e.g., dlbutyltin dilaurate; amines, e.g., tetramethyl butane diamine and 1.4-diaza(2,2,2)bicyc- 
looctane; certain other organic metal compounds, e.g., tin octoate; and certain phosphorous compounds such 

10 as phosphollne oxide and the like. Mixtures of such catalysts can also be utilized. Disubstituted carbonates 
suitable for use in the present invention include diphenyl carbonate, dialkylcarbonates such as dimethylcarbo- 
nate, and the like. Such polycarbonates can also contain certain additives and auxiliary materials as described 
above. 

15 Example 23 

1.3 gm of EPDM polyol (SOOOMw, 3.0 hydroxyl groups/chain, O.Smmol hydroxyl groups) was dissolved in 
10mL of tetrahydrofuran in a 1 00 mL round bottom flask. 100 mg (0.47mmol) of diphenyl carbonate and 20 mg 
(O.OSmmol) of dlbutyltin dilaurate was added to the solution. The solvents were then removed in vacuo and the 
20 neat polymer solution was heated to 200*C for 2 hours under an argon atmosphere. The new material, which 
had a foamlike structure was washed with tetrahydrofuran and dried in vacuo. FTIR of the new polymer lacked 
the absorbances for the hydroxyl groups present in the starting polymer and displayed the absorbance charac- 
teristic for an alkyl carbonate polymer at 1763cm-'. 

25 Example 24 

2.0 gm of EPDM polyol (SOOOMw, 3.0 hydroxyl groups/chain, 1.2mmol hydroxyl groups) was dissolved in 
30 mL of tetrahydrofuran In a 100 mL round bottom flask. 128 mg (0.60mmol) of diphenyl carbonate and 4mg 
(0.038mmol) of sodium carbonate was added to the solution. The solvent was removed in vacuo and the 
30 polymer mixture was heated to 220''C under an argon stream for 2 hours. The cross-linked material was then 
washed with tetrahydrofuran and dried in vacuo. FTIR of the new polymer lacked the absorbances for the hyd- 
roxyl groups present in the starting polymer and displayed the absorbance characteristic for an alkyl carbonate 
polymer at 1 763 cnr^. 

35 E. Polyester Preparation 

Polyesters can be prepared by reacting, in a suitable solvent, the above-described polyols with a dicar- 
boxylic acid, and derivatives thereof such as acid chlorides and anhydrides, e.g., methyl terephthaiate and 
phthalic anhydride, in the presence of a suitable catalyst, e.g., triethylamine. The reaction is conducted at a 

40 temperature of from about -SO'C to about 230^C. preferably from about SO'^C to about 230°C. Suitable solvents 
include toluene, benzene, meta-xyiene. chloroform, ortho-dichlorobenzene, chloroform, heptane, tetrahydrofu- 
ran and the like. Suitable catalysts include a variety of acids, bases and transition metal complexes. Examples 
of suitable bases Include triethylamine, pyridine, 1 ,1'-carbonyldlimidazole as well as other known tertiary amine 
bases. Examples of suitable acids include p-toluenesulfonicacid and the like. Examples of transition metal com- 

46 plexes include tin compounds such as Sn(C02)2, (Butyl)2SnO and titanium or zirconium alkoxldes, for example, 
Tl(0-n-butyl)4. Suitable dicarboxylic acids include methyl terephthaiate, terephthalic acid, adipic acid and the 
like, including the acid chloride derivatives thereof. Suitable anhydrides include phthalic anhydride, maleic 
anhydride, succinic anhydride and malonic anhydride. Polyesters as described can also contain additives and 
auxiliary materials as described above. 

50 

Example 25 

1 .1 5gm of EPDM polyol (5000)Mw, 3.0 hydroxyl groups/chain, 0.704 mmol hydroxyl groups) was dissolved 
In 10 mL of toluene In a 100 mL round bottom flask. In a separate 100 mL round bottom flask, 0.5 equivalents 
65 of terephthaloyi chlorkle (0.082 gm, 0.4 mmol) were weighed out and dissolved In 1 0 mL of toluene. 0.1 mL of 
triethylamine were added to the polymer solution. The terephthaloyi chloride solution was slowly added to the 
polymer solution with rapid stirring. The solution became cloudy. The flask was fitted with a condenser and a 
nitrogen bubbler. The solution was heated to reflux and allowed to reflux for 10 minutes then cooled to room 

18 
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temperature. Solvents were removed in vacuo. The cross-linked, rubbery material was washed with toluene. 
FTIR of the neat material shows peaks at 1781 cm-' and 1728 cnrr'' corresponding to the ester groups of an 
alkyi polyester. No peaks above 3100 cm-"" were present to Indicate unreacted hydroxyl groups were left. 



1.06 gm of EPDM polyol (SOOOMw, 3.0 hydroxyl groups/chain, 0.649 mmol hydroxyl groups) was dissolved 
in 10 mL of tetrahydrofuran in a 100 mL round bottom flask. In a separate 100 mL round bottom flask, 0.5 equi- 
valents of terephthaloyi chloride (0.066 gm. 0.324 mmol) were weighed out and dissolved in 10 mL of tetrahyd- 
rofuran. 0.053 mL of pyridine (0.65 mmol) were added to the polymer solution. The terephthaloyi chloride 
solution was slowly added to the polymer solution with rapid stirring. The solution became cloudy. The flask 
was fitted with a condenser and a nitrogen bubbler. The solution was heated to reflux and allowed to reflux for 
1 hour then cooled to room temperature. Solvents were removed In vacuo. The cross-linked, rubbery material 
was washed with tetrahydrofuran. FTIR of the neat material shows peaks at 1778 cm-' and 1728 cm-^ corre- 
sponding to the ester groups of an alkyt polyester. No peaks above 3100 cm-' were present to Indicate unreac- 
ted hydroxyl groups were left. 



1. Composition comprising a functionalized polymer derived from a polyol having, per polymer molecule, at 
least one repeat unK of the formula: 



wherein A is absent or represents a radical derived from a pendant unsaturated hydrocarbon portion of a 
monomer of the polymer molecule and B represents hydrogen or together with A represents a radk^ 
derived from a pendant portion of an unsaturated monocyclic, bicydic or tricyclic hydrocarbon, said polyo) 
having been reacted, in the presence of a suitable catalyst, with a member of the group consisting of 
diisocyantes, dicarbonates and dicarboxylk; acids and derivatives, Including mixtures thereof, under suit- 
able reaction conditions to produce said functionalized polymer. 

2. Composition of Claim 1 wherein A represents a pendant hydrocarbon portion of a monomer of the polymer 
molecule and B represents hydrogen. 

3. Composition of Claim 1 wherein A is absent and B is hydrogen. 

4. Composition of Claim 2 wherein said pendant hydrocarbon portion of the polynner is a pendant group hav- 
ing from 2 to about 8 carbon atoms. 

5. Composition of Claim 1 wherein B, together with A. represents a pendant portion of a radical selected from 
the group consisting of ethyl norbornane, dicydopentane, cyclooctane, 5-ethylnorbornane, 5-methylnor- 
bomane, 5-isopropylnorbomane. 2-methyl-bicyclo(4.3.0)nonane, 5-methyI-bicyclo(4.3.0)nonane, 5,6-di- 
methyl-bicyclo(4.3.0)nonane,and bicyclo(3.2.0)heptane. 

6. Composition of Claim 1 wherein the polyol is reacted with a dilsocyanate. 

7. Composition of Claim 6 wherein sakJ dilsocyanate is selected from the group consisting of toluene- 
diisocyanate, 4,4-benzidenediisocyanate, 1 ,5-naphthalenediisocyanate, diphenylmethane-diisocyanate. 
4,4'-methyIene bis(cyclohexylisocyanate). 

8. Composition of Claim 1 wherein the polyol is reacted with a disubstituted carbonate. 

9. Composition of Claim 8 wherein said disubstituted carbonate is selected from the group consisting of 



Example 26 
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diphenyl carbonate and dimethyl carbonate. 

10. Connpositjon of Claim 1 wherein the poiyol is reacted with a dlcarboxylic acid. 

11. Composition of Claim 10 wherein said dicarboxylic acid is selected from the group consisting of 
terephthalic acid, adipic acid, nwthyl terephthalate. including the corresponding ackJ chloride derivatives 
thereof, phthalic anhydride, maleic anhydride, succinic anhydride and malonic anhydride. 

12. Composition comprising an adduct obtained by sequentially hydrofonmylating an olefinic polymer under 
conditions which produce an aldehyde-containing polymer essentially free of hydroxyl groups, then sub- 
jecting said aldehyde-functionalized polymer to reduction conditions to produce a poiyol, and then reacting 
said poiyol under suitable reaction conditions with a member of the group consisting of diisocyanates, 
dicarbonates, dicarboxylic acids including acid chloride derivatives thereof, and mbctures thereof. 

13. Composition of Claim 12 wherein the poiyol is reacted with a diisocyanate. 

14. Composition of Claim 13 wherein said diisocyanate is selected from the group consisting of tola- 
enediisocyanate, 4,4-benztdenediisocyanate, 1,5-naphthalenedilsocyanate, diphenylmethane-diisocyan- 
ate, 4.4'-n>ethylene bis(cyclohexyllsocyanate). 

15. Composition of Claim 12 wherein the poiyol is reacted with a disubstituted carbonate. 

16. Composition of Claim 15 wherein said disubstituted carbonate is selected from the group consisting of 
diphenyl carbonate and dimethyl carbonate. 

17. Composition of Claim 12 wherein the poiyol is reacted with a dicarboxylic acid. 

18. Composition of Claim 17 wherein said dicarboxylic acid is selected from the group consisting of 
terephthalic acid, adipic acid, methyl terephthalate, including the corresponding acid chloride derivatives 
thereof, phthalic anhydride, maleic anhydride, succinic anhydride and malonic anhydride. 

19. Method of preparing functional ized polymers comprising the steps of hydroformylating an olefinic polymer 
under conditions which produce an aldehyde-containing polymer essentially free of hydroxyl groups, then 
subjecting said aldehyde-functionalized polymer to reduction conditions to produce a poiyol, and then 
reacting said poiyol under suitable reaction conditions with a member of the group consisting of diisocyan- 
ates, dicarbonates, dicarboxylic acids including acid chloride derivatives thereof, and mixtures thereof. 

20. Composition of Claim 19 wherein the poiyol is reacted with a diisocyanate. 

21. Composition of Claim 20 wherein said diisocyanate is selected from the group consisting of toiu- 
enediisocyanate, 4,4-benzidenedilsocyanate, 1 ,5-naphthaienedlisocyanate. diphenylmethane-dlisocyan- 
ate, 4,4'-n^thylen6 bis(cyclohexylisocyanate). 

22. Composition of Claim 19 wherein the poiyol Is reacted with a disubstituted carbonate. 

23. Composition of Claim 22 wherein said disubstituted carbonate is selected from the group consisting of 
dipheny) carbonate and din\ethyl carbonate. 

24. Composition of Claim 19 wherein the poiyol is reacted with a dicarboxylic acid. 

25. Composition of Claim 24 wherein said dicarboxylic acid is selected from the group consisting of 
terephthalic acid, adipic acid, methyl terephthalate, including the corresponding acid chloride derh/atives 
thereof, phthalic anhydride, maleic anhydride, succinic anhydride and malonic anhydride. 
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